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AB • SU-383531 In order to improve quality of cleaning in a sealed chamber, 
steam is fed in, brought to a pressure equivalent to saturation temp., 
above the initial temp, of the residue of the shell moulds by not less 
than 5%. The castings are kept thus until the residue is saturated 
with steam condensate and the pressure is then relieved. A section is 
loaded with castings, cap is closed and heater switched on. The 
liquid boils and the pressure rises to the required point. The parts 
are kept thus till the steam has condensed in the cavities of the 
shell mould residue, and reduced its volume to 860th of the initial 
value. The vacuum created brings in more saturated steam. The liquid 
is then removed and pressure is sharply dropped by opening valve. 
The condensate in the cavities instantly becomes vapourised and this 
causes numerous micro-explosions which clean off the residue of the 
moulds. 
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Tl - Cleaning castings made in shell moulds - saturating residue of moulds 
in steam under pressure 
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npe^-TiaraeMbiH cnoco6 MoxceT 6biTb Hcna/ib3o- 
BaH h b Apyr.HX o6jiacTnx tcxhhkh rjih omhctkh 

pa3JIHqHbIX H3AeJIHH OT HHOpOAHblX .BKJUOMGHHK. 

n p e a m e t h 3 o 6 p e t e h «h h 
Cnoco6 ohhctkh otjihbok, H3roTOBJieHHbix npe- 

MMymeCTBeHHO B o60JIOHKOBbIX (})OpMaX, BKJUO^a- 

k>iu,hh noMemeHMe otjihbok b repMeTHquyio KaMe- 
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; py, OTAunafou^uucH Teivt, hto, c uejibio noBbime- 
hhh KaqecTBa ohhctkh, b repMeTHqHyio xaMepy 
noAaiOT nap, aobcuht ero no naBjieHHH, cooTBef- 
CTByiomero TeMnepaType HacbimeHHH, npeBbima- 
lomeH .Ha^aJibHyio TeivinepaTypy ocTaTKOB 060- 
JioHKOBbix (J)opM He MeHee, qeM Ha 5%, Bbmep- 

>KHBaiOT OTVIHBKK &0 HacbimeHHH OCTaTKOB 060- 

JiOMKOBbix $opM KOH^eHcaTOM napa h c6pacw- 
B3KDT AaBJieHHe. 
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